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(54) Protective coating for a stent with intermediate radiopaque coating 



(57) The invention relates to coated stents and the 
method of making them. A stent that is substantially 
radioluc&it is at least partially coated with a radiopaque 
layer that mates the stent visible under X-ray or fluoros- 
copy. A protective layer is coated on the stent and the 



radiopaque layer to protect both from scratches, flaking, 
and galvanic corrosion, and to improve both blood and 
bio-compatability. 
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Description 

The invention relates generally to stents, and more 
particularly to coatings applied to stents to make the 
same radiopaque and coatings to protect the stent and 
the radiopaque layer. 

Stents are Useful in the treatment of atherosclerotic 
stenoses in blood~vessels and are generally tubular 
shaped devices which function to hold open a segment 
of a blood vessel, artery, heart valve or other body 
lumen. Stents are particularly suitable for use in sup- 
porting and holding open a coronary artery after an 
atherectomy or angioplasty procedure. 

Generally, stents are made from a metal alloy, such 
as stainless steel, and have a hollow tubular shape with 
an outer wall surface resembling an open lattice config- 
uration. In some prior art stents, the outer wall surface 
comprises intersecting wires or struts that are expanded 
beyond the elastic limit thereof to plastically deform and 
hold open the body lumen in which they are implanted. 
Other stents are self-expanding and can be in the form 
of a coil wire that is biased open. 

Stents made from stainless steel, for example, are 
radfolucent, due in part to the intersecting wires having 
a diameter of about 0.076 mm (0.003 in.) or less. Unless 
;the metal or metal alloy used for making the stent has a 
high atomic weight and density, it is difficult to visualize 
in vivo during catheter introduction into the vessel, stent 
deployment, and post-operative diagnosis. 

At least one prior art stent has an increased wire 
diameter, to approximately 0.102 mm (0.004 in.), in 
order to make the stent more radiopaque. The disad- 
vantages of a stent having thicker intersecting wires is a 
more rigid stent that tracks poorly through a tortuous 
vessel, a stent which is virtually inflexible when tracking 
on a curved section of vessel, a stent that cannot be 
implanted easily in a curved section of a vessel, a stent 
which may not deploy in a uniform cylindrical shape, 
and a stent with poor hemodynamics. The latter disad- 
vantage, poor hemodynamics, can result in serious 
medical complications such as thrombosis. 

SUMMARY OF THE INVENTION 

The disadvantages of the prior art stents are 
addressed by embodiments of the present invention in 
which a stent is provided that is sufficiently radiopaque, 
flexible, has a low profile, is substantially norrthrornbo- 
genic, and has a protective layer that will eliminate cor* 
rbsion while still protecting the stent and other layers 
from mishandling. 

A stent embodying the present invention includes 
an elongated tubular body that is substantially radiolu- 
cent and is formed from, for example, a stainless steel 
alloy. In order to increase the radiopacity of the stent, 
without the disadvantages of thicker wires, the stent, or 
a portion thereof, is coated with a thin radiopaque layer 
of material having high atomic weight, high density, suf- 



ficient surface area and sufficient thickness. With such a 
coating, the stent is sufficiently radiopaque to be seen 
with fluoroscopy, yet not so bright as to obstruct the radi- 
opaque dye. This radiopaque layer covers at least a por- 
5 ton of the stent and can be formed from gold, tantalum, 
platinum, bismuth, iridium, zirconium, iodine, titanium, 
barium, silver/tin, alloys of these metals, or similar 
materials. 

The radiopaque layer is thin, in one preferred 
10 embodiment it is about 1.6 to 50 rracrons thick Because 
the layer is so thin, H is subject to scratching or flaking 
when the stent is being delivered intraluminally. Accord- 
ingly, it is desirable to protect the stent and particularly 
the radiopaque layer with a more durable protective 
15 layer that is resistant to scratching and general mishan- 
dling. 

Whenever two dissimilar metals are in direct con- 
tact, such as a stainless steel stent at least partly cov- 
ered with a gold radiopaque layer, there is the potential 

20 to create the electrochemical reaction that causes gal- 
vanic corrosion. The by-product of corrosion (i.e.. net) 
will not be biocompatible or Wood compatible, may 
cause a toxic response, and may adversely affect adhe- 
sion of the radiopaque material. Corrosion wilt occur if 

25 gold and another metal, like stainless steel, are in con- 
! tact with the same bodfly fluid (electrolyte). If the gold: 
coating has any pinholes or has a flaked or scratched- 
off surface, the underlying stainless steel will be 
exposed to the same fluid. Therefore, a galvanic reac- 

30 tion (S.e.. a battery effect) wifl occur. The use of a single 
protective coating covering the entire surface prevents 
this reaction. This is especially pertinent when the radi- 
opaque layer partially covers the stainless steel stent 
The protective layer also prevents galvanic corrosion so 

as that the stent is biocompatible. 

In one embodiment of the invention, a separate 
racfiopaque layer can be eliminated by incorporating a 
radiopaque material, such as barium or titanium oxide, 
into the protective layer. In this embodiment, the stent is 

40 visible under fluoroscopy and it is protected by the pro- 
tective layer, yet it will have a tower profile since it lacks 
a separata radiopaque layer. 

Other embocf merits of the invention include the 
method of making the stent arid of applying a racfio- 

45 paque layer and a protective layer to it. The radiopaque 
coating can be applied by dipping, spraying, painting, 
electroplating, evaporation, plasma vapor deposition, 
cathodic arc deposition, sputtering, laser welding or fus- 
ing, resistance welding, and ion implantation. The pro- 

50 tective layer can be applied by dip coating, spray 
coating, spin coating, plasma deposition, condensation, 
electrochemically, electrostatically, electroplating, evap- 
oration, plasma vapor deposition, cathodic arc deposi- 
tion, sputtering, ion implantation, or use of a f luidized 

55 bed. The process for applying the radiopaque layer and 
the protective layer depends upon numerous factors 
which can include the type of material comprising the 
layer. These and other advantages of the invention will 
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become more apparent from the following detailed 
description thereof and the accompanying exemplary 
drawings. 

BRIEF DESCRIPTION OF THE DRAWINGS 

FIGURE 1 is a perspective view depicting a stent 
having an operr lattice structure and covered with both a 
radiopaque layer and a protective layer. 

FIG. 2 is a cross-sectional view of the stent of FIG. 
1 taken along lines 2-2, depicting the stent covered by a 
radiopaque layer and a protective layer over the radio- 
paque layer. 

FIG. 3 is a cross-sectional view of one of the wires 
of the stent of FIG. 2 taken along lines 3-3, depicting the 
stent wire bang coated with a radiopaque layer and a 
protective layer. 

FIG. 4 is a perspective view of a stent having an 
open lattice structure and being partially covered by a 
radiopaque layer and completely covered by a protec- 
tive layer. _ 

FIG. 5 isf cross-sectional view taken along lines 5- 

5 of the stenTof FK3. 4, depicting a partial radiopaque 
layer on the stent covered by a protective layer. 

FIG. 6 is a cross-sectional view taken along lines 6- 

6 of the stent of FIG. 5, depicting a straight portion of a 
stent wire having a radiopaque layer covered by a pro- 
tective layer. 

FIG; 7 is a cross-sectional view of the stent of FIG. 
5 depicting a stent having a protective layer with a radi- 
opaque agent incorporated in the protective layer. 

DETAILED DESCRIPTION OF THE PREFERRED 
EMPQPIMENT S 

A stent embodying the invention may be intended 
for either temporary or permanent deployment in a body 
lumen such as a coronary artery, carotid artery, vessels 
in the brain, aorta, peripheral arteries and veins, and the 
like. The stent also can be deployed in the urethra and 
other body lumens. -The stent is used primarily to sup- 
port the body lumen so that it remains patent and per- 
mits the uninterrupted flow of blood or other body fluids. 
It is important for purposes of delivery, deployment and 
post-operative diagnosis that the stent be both visible 
and reman biocompatiWa A stent embodying the 
invention is visible due to a radiopaque layer and it 
remains biocompatible clue its protective layer. 

A stent that is made by known etching processes or 
laser cutting a metal tube, or by wincGng a metal wire(s), 
must be sufficiently thick to be radiopaque under X-ray 
or fluoroscopy in viva Generally, current stent designs 
include an open lattice structure of interwoven wares or 
struts or coils that are made from stainless steel or other 
metals or metal alloys that are radiofucent due to a vrire 
thickness or cross-section of about 0.076 mm (0.003 
in.) or less. Unless the metal or alloy used for making 
the stent has high atomic weight and density, it is diffi- 



cult to visualize the stent in vivo during catheter intro- 
duction into the vessel (artery, vein, urethra, etc.), stent 
deployment, and post-operative diagnosis. Another 
solution to increase racfiopacity of the stent is to 

5 increase the strut or wire cross-section to approximately 
0.102 mm (0.004 in.), however, this will result in a sub- 
stantially more rigid stent having poor hemodynamics. 

Therefore, coating the stent with a thai layer of 
material having high atomic weight, high density, suffi- 

w dent thickness (15 microns or less), and large surface 
area will have an effect similar to that of thickening the 
stent It will make the stent sufficiently radiopaque so 
that it can be seen, in vivo but not so radiopaque to 
obstruct the view of radiopaque dye. The coating can be 

is high atomic weight material such as gold, tantalum, 
platinum, bismuth, iridium, or the like. It also can be 
lower atomic weight material like zirconium, iodine, tita- 
nium, barium, silver, tin, or the like. For the latter-type 
coatings, a thicker coating may be needed to make the 

20 stent sufficiently radiopaque. In either case, a thin coat- 
ing will allow the stent to remain thin and flexible while 
maintaining a low stent profile to minimize disruption of 
blood flow. 

On the other hand, thickening the stent or changing 

25 the material used for making the stent to a more radio- 
paque material (i.e.. tantalurh, gold, etc.) may lead to 
poor stent performance A thicker, high profile stent may 
result in areas of stagnation, turbulence, separation of 
flow, or other unacceptable fluid dynamics that can pro- 

so mote thrombogenesis. A thicker stent has lower fatigue 
resistance due to its brittieness. A tantalum stent is brit- 
tle and cracks easily. A gold stent will be prohibitively 
expensive and too ductile. In the thickness range of less 
than 0.076 mm (0.003 in), a gold stent will not have suf- 

35 ficient strength to support the artery or body lumen. 
Both will be too radiopaque (stent made from all tanta- 
lum or gold) and will obstruct the view of radiopaque dye 
when it flows through the lumen of the stent Allowing 
visuafizafkm of the dye flowing through the stent lumen 

40 is important for diagnostics. Dye flowing through the 
stent lumen provides information to the clinician about 
restenosis, the size of artery, the size of the stent lumen 
during and after deployment, and the presence of dila- 
tion or other important parameters necessary for the 

45 care of the patient This avoids the need for post-inser- 
tion and post-operative ultrasound detection proce- 
dures necessary to determine the diameters of the stent 
and vessel lumen. Therefore, a thin radiopaque coating 
is preferred over a stent made entirely from a highly 

so radiopaque material. 

Gold is the preferred radiopaque coating because 
of its high atomic weight and density, both of which con- 
tribute to its radiopacrty. In addition, gold is a highly duc- 
tile metal and therefore, resists cracking when the stent 

55 is stressed during deployment or fatigue after deploy- 
ment A thin gold coating (less than 1 5 microns) is suffi- 
cient to absorb enough energy to be opaque when 
exposed to X-rays. Equivalent radiopacity cannot be 
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achieved with a stent made from stainless steel or the 
like unless the stent is at least twice the thickness. Stud- 
ies have shown that a 2.0 to 3.0 micron gold coating (or 
other metal) on a 0.058 mm (0.0023 in.) thick 31 6L 
stainless steel stent (L&, where the diameter of the 
wires or struts is 0.058 mm (0.0023 in.)) is sufficient to 
elevate the radiopacity to make it equivalent in radiopac- 
ity to a 0.102 mm{0.004 in.) thick 31 6L stent 

When dissimilar metals come in contact such as 
the gold radiopaque coating on a stainless steel stent 
the potential to initiate galvanic corrosion exists. This 
phenomenon occurs when two electrochemically dis- 
similar metals come in contact with each other. In addi- 
tion, the radiopaque coating ma/ be less biocompatible 
than the stent material and may induce thrombosis and 
stenosis after its deployment Furthermore, the radio- 
paque coating is prone to scratching and handling mis- 
haps resulting in scratches, a chipped coating, flaking, 
or other defects. Surface irregularities on these coatings 
may act as loci for unwanted platelet adhesion or cell 
lysis. 

In order to reduce galvanic corrosion and protect 
the coating, it is essential to coat the outermost surface 
of the stent (already coated with a radiopaque coaling) 
with a protective coating: The protective coating pro- 
vides a protective barrier against mishandling, prevents 
the electrochemical reaction that causes galvanic corro- 
sion, and is blood and tissue compatible, ft is thin and 
flexible such that it wfll not crack during stent deploy- 
ment It will hide any flaws that are on the surface of the 
stent and prevent any extraordinary events from occur- 
ring. In addition, it has a lower coefficient of friction than 
most stent materials. A hydrogel layer also can be 
applied on the inside and/or outside surface of the stent 
by chemically bonding it to this protective coating. The 
hydrogel coating then can act as a buffer between the 
stent and vessel, minimizing vascular injury. 

In tie preferred embodiment of the invention, as 
depicted in Figs. 1*2, the stent 10 is a generally cylindri- 
cal member having an elongated tubular body 1 1 with 
an outer surface 1&and an inner surface 1& When the 
stent 10 is made from a material that is substantially 
radblucertt it i$ important to increase its racfi opacity. In 
order to increase the visibility of the stent 10, a radio- 
paque layer 14 is applied to coat all of the stent 10, 
including the outer surface 12 and the inner surface 13. 
Typically, the stent 10 will be made from a plurality of 
intersecting struts or wires 15 that can be formed by 
known methods as described herein. In this embodi- 
ment the radiopaque layer 14 is applied so that it cov- 
ers all portions of the struts or the wires 1 5. As is shown 
in Fig. 3, the radiopaque layer 1 4 surrounds the strut 1 5 
so that its radiopacity is ensured. It is prefened that the 
radiopaque layer 14 have a uniform thickness in the 
range of 1 .0 to 50 microns and, more preferably, in the 
range^of Aom^hS to-10 microns. If the radiopaque laye 
1 $)s too t hick, it also may resuftjathe stent Jgbeing too N 
bright under fluoroscopy and it n^y ^nterlff^ wrth the 



expansion of the stent. Thus, the thickness of radio- 
aaque-layer-should-be-uniform and in the preferred 
thickness ranges, depending upon such factors as the 
type of metal in the stent, where it will be implanted, the 
5 diameter of the struts 1 5, and the like. 

In keeping with the preferred embodiment as 
shown in Figs. 1-3, a protective layer 20 covers and sur- 
rounds the radiopaque layer 14 and protects it against 
scratches, flaking, and other mishandling. Generally, 
10 the radiopaque layer 14 will be formed from a relatively 
soft and malleable metal such as gokt and it is subject 
to scratching and flaking both before it delivered in the 
patient and after it is mounted on a catheter and deliv- 
ered intraluminal^ Thus, the protective layer 20 will pra- 
ts vide a durable coating to protect the radiopaque layer. 
As will almost always be the case, the stent 1 0 and 
the radiopaque layer 14 will be formed from dissimilar 
metals which may initiate the chemical reaction leading 
to galvanic corrosion. The protective layer 20 com- 
20 „ pletely coats the radiopaque layer 14 thereby eliminat- 
ing any likelihood of galvanic corrosion. 

In another preferr^en±pdim^_as seen in Figs. 
4-6, the stent 1 0 teority partially ooateri by a partial radi- 
opaque layer 30. Portons-of-thel3ent 10 are coated 
25 with the partial radiopaque layer 30, while the stent por- 
tion 31, which is curved, is not covered by a radiopaque 
layer. It is noted that the scale of the partial radiopaque 
layer 30 to the stent struts 33 and the protective layer 34 
is somewhat out of proportion for ease of illustration. 
30 Typically, as has been demonstrated in experiments, the 
. partial radiopaque , layer 30 is applied to straight sec- 
tions 32 of tfie struts 33 so that the stent can be 
expanded without distortion* Many commercial stents 
have curved sections and curved struts that will twist 
35 and deform if the radiopaque layer is applied to the 
curved section, since the radiopaque layer actually adds 
some rigidity to the stent Thus, it is preferred that the 
partial radiopaque layer 30 be applied to the non-curved 
struts of the stent In other stent configurations, it may 
40 not matter where the partial radiopaque layer 30 is 
applied on the stent 10. The primary reason for the radi- 
opaque layer is to ^^nce the visibility of the stent but 
(^Hjteiddljiot imerf ere with ^ent expansiorb 

In the preferred embodiment shown in Figs. 4-6, the 
45 stent 10 is coated by the protective layer 34, which actu- 
ally covers the stent portion 31 and the partial radio- 
paque layer 30. The protective layer 34 protects the 
partial radiopaque layer 30 as described above, and it 
eliminates the possibility of galvanic corrosion when the 
so stent 10 and the partial radiopaque layer 30 are dissim- 
ilar metals. 

In an altenT ati^embodirne layer^ 
Qi4 covers only the parti al rad iopaq ue layer 3 0 ardl does 
not cxjveHTthbs'G portions of thestiht 10 where there is! 
55 no radiopaque coating. Thus, using FIG. 4 as an exam- 
ple, the partial radiopaque layer 30 is applied to straight 
sections 32 and the protective coating 34 is selectively 
applied to cover the partial radiopaque layer 30 only. 
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The radiopaque coating can be made from solid 
metal G^^owT^fver, tin. tantalum, zirconium, plati- 
nunrv or otlWTnetals), ceramic (Zirconia, alumina, zirco- 
nium nitrate, titanium nitrite, graphite, pyrolytic carbon, 
NEDOX. or other ceramics), metat/ceramic-filled parti- 
cles dispersed in a polymer matrix, or other radiopaque 
material. The radiopaque coating can be coated any- 
where on the stent It can partially cover thSstent (one 
or more bands, tongitudinall^tinuous or discontinuous 
band^dfe^ outside surface only, inside surface only, 
etc.) or fully cover the stent 

In the preferred method of applying the radiopaque 
layer 14 or the partial radiopaque layer 30, a radiopaque 
coating can be applied by dipping, spraying, painting, 
electroplating, evaporation, plasma vapor deposition, 
cathodic arc deposition, sputtering, ion implantation, 
laser welding or fusion, resistance welding, or other 
methods. The thickness of the radiopaque coating gen- 
erally is 50 microns or less. The coating can be applied 
on the inside and/or outside surface of the stent or it can 
fully encapsulate the stent strut(s). 

For instate, a band of gold coating can be placed 
around the st§ht at the ends by first completely masking 
the stent with alkaline or acid-resistant mask material 
(Lit, tie material manufactured under the tradename 
"PCROSTOP* by Pyramid Chemical Company, polyes- 
ters, acrylic wax, etc.). The type of mask material 
depends on what coating process is to be used. After 
the stent has been masked, the mask is removed pref- 
erentiaBy from the stent surface, using a laser, sand-. 
Waster, or other appropriate method. Any pattern can 
be made by selectively removing mask material. The 
exposed surface (non-masked areas) then can be 
coated with radiopaque material by the above- 
deserted methods (L&, electroplating). Other masking 36 
techniques also are possible Qjl, physical, chemical, or 
mechanical), fan addition, prefabricated gold markers 
also can be laser-fused cm* resistance-welded to the 
stent at any specific locations. Further details of apply- 
ing a radiopaque layer to a stent are found in co-pend- 40 
ing European Patent Application No. 95302708.3. 

In the preferred method of applying the protective 
layer 30,34, the biocompatible and blood-corrpatible 
protective layer can be polymeric. TARY1AST\ 
polymethytene, metallic or ceramic. A polymeric layer 48 
(La, paryfene. polycarbonateurethane copolymer, sili- 
cone rubber, hydrogels. polyvinyl alcohol, polyvinyl ace- 
tate, potycapralactone, urethanes, PHEMA-Acrylic, 
etc.) can be applied onto the racfiopaque-coated stent 
by dip-coating, spray-coating, spin-coating, plasma so 
deposition, condensation, electrochemical ty, electro- 
statically, or other suitable methods. "PARYLAST is a 
preferred protective coating and is distributed by 
Advanced Surface Technology Corp. A metallic coating 

titanium and tantalum) can be appGed by electro- ss 
plating, evaporation, plasma-vapor deposition, 
cathodic-arc deposition, sputtering, ion implantation, 
electrostatically, electrochemically, a combination of the 



above, or the like. A ceramic coating (i.e.. zirconium 
nitrite, pyrolytic caibon, graphite, a material sold under 
the tradename " NEPOXM y the General Magnaplate 
Corporation, andCfen iumrSBt ^can be applied by the 
5 use of a fkiidized bedr^^ngTplasma-vapor deposi- 
tion, evaporation, sputtering, electrochemically, electro- 
statically, a combination of the above, or the like. The 
thickness of the protective layer preferably is from .01 to 
25 microns. 

to in an alternative preferred embodiment, as shown 
in Fig. 7, the stent 10 is at least partially covered by a 
protective coating 40 which is itself radiopaque. The 
protective coating 40 is loaded with radiopaque agents 
such as barium, titanium oxide, and the like. Further, 
is multiple layers of the protective layer can be applied to 
the stent where the first layers are loaded with radio- 
paque agents whie the outermost protective layer is not 
loaded with a radiopaque agent 

In another embodiment, not shown in the drawings, 
so the protective layer is first applied to cover the stent and 
the radiopaque layer is applied to partially or completely 
cover the protective layer. In this embodiment tfie radi- 
opaque layer is scratch resistant and biocompatible. 
A protective layer has been described herein as a 
25 mechanical barrier which protects against mishandling, 
r electrochemical reaction that causes galvanic corro- 
sion, and against adverse blood and tissue response. It 
also is important that the protective layer form a confor- 
ms' coating that wOl adhere to the stent surface. When 
tiiere is no adhesion, any stretching and straining of the 
stent may lead to a rupture of the protective layer, result- 
ing in folds at the strained areas (like elephant skin 
folds) which may lead to a penetrati&n of blood and tis- 
sue causing an adverse response, or causing galvanic 
corrosion. 

Thus, with respect to all of the protective layers dis- 
closed herein, the process to improve adhesion 
between the protective coating and the substrate {the 
radiopaque layer) is desired One such process is to 
deposit a thin intermediate layer or layers from the 
silane group or to plasma deposit a polymer from a gas- 
eous organic such a methane, xylene or gases from the 
silane or ttanate groups. A preferred method is to 
deposit •RMWtAST," a coating which incorporates the 
deposition of an intermediary followed by parylene C in 
the same processing chamber. In addition to an inter-/ 
mecfiary layer, improved adhesion can be attained by 
reducing the thickness of the protective coating. Thinner 
coatings tend to be more flexfole, especially when the 
material has a glass transition temperature above room 
temperature. Thus, thinner coatings adhere better, j 
Thus, a preferred method is to deposit "PARY- 
LAST.* a parylene C coating, which incorporates thW 
addition of an intermediary in the same process cham- 
ber, j 

Another method for improving the adhesion 
between the protective layer and the radiopaque layer is 
by acid treatment sandblasting, or similar methods. 
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These methods allow a mechanical interlocking 
between the substrate and the protective layer. 

"PARYLAST can be coated at different thicknesses 4. 
that can vary from 0.013 mm to 0.0025 mm (.0O005 in. 
to .0001 in.). It is preferred that the thickness of the 5 
"PAFYLAST" be at least 0.0025 mm (0.0001 in.) in 
order to minimize the potential for pinhole formation.^ 5. 
whilejnaiGMn^ coatO 
ings may be too rigid andjtf tect stent expansion) Jlhe 
^egreeortexture on the substrate may vary from 1 to w 
250 micron average pore sizes. It is preferred that the 
substrate have a 1*6 micron average pore size; At larger 
pore sizes, the textured surface is retained on the 6. 
coated surface after parylene C or a "PARYLAST" treat- 
ment 15 

After the protective layer is applied on the surface, 
other coatings that may be more blood compatible also 7. 
can be applied. For example, coatings such as the one 
sold under the tradename "bUROFLO," manufactured 
by the Bentley Company, and the one sold under the ? 20 
tradename "PHOTOLINK HVDROGEL," manufactured 8. 
by the BSI Corporation, and the one sold under the 
tradename "PHOTOLINK HEPARIN/ also manufac- 
tured by the BSI Corporation, or similar coatings, can 
enhance the Mood compatibility of the stent. 25 

While several particular forms of the invention have 
been illustrated and described, ft will also be apparent 
that various modifications can be made without depart- 
ing from the scope of the invention. Thus, it should be 9. 
understood that various changes in form, and detail, so 
and application of the present invention may be made 
without departing from the scope of this invention. 



diameter of less than about 0.102 mm (0.004 in.). 

The stent (10) of any preceding claim, wherein the 
protective layer (20) has a thickness in the range of 
approximately .01 to 25 microns. 

The stent (10) of claim 4, wherein the thickness of 
the protective layer (20) can vary in thickness on 
the elongated tubular body (11) from about .01 to 
25 microns and on the radiopaque layer (14) from 
about 1 .0 to 50 microns. 

The stent (10) of any preceding claim, wherein the 
protective layer is biocompatible and blood compat- 
ible. 

The stent (10) of any preceding claim, wherein the 
protective layer is formed from a polymeric, metallic 
or ceramic material. 

The stent (10) of claim 7, wherein the protective 
layer (20) is formed from the polymeric material 
taken from the group of polymeric materials includ- 
ing "PARYLAST," parylene, pdyrnethylene, polycar- 
bonate-urethane »■ copolymer, . silicone rubber, 
hydrogels, polyvinyl alcohol, polyvinyl acetate, poly- 
capralactone, urethanes, and PHEMA-Acrytic. 

The stent (10) of claim 7, wherein the protective 
layer (20) is formed from the metallic material taken 
from the group of metallic materials including tita- 
nium, tantalum, and titanium-alloy. 



Claims 

1. A stent (10) for implanting in a body lumen, com- 
prising: 

an elongated tubular body (11) being substan- 
tially radiolucent; 

a radiopaque layer (14) covering at least a por- 
tion of the elongated tubular body (1 1); 
a protective layer (20) covering the elongated 
tubular body (1 1) and radiopaque layer (14) to 
reduce the likelihood of galvanic corrosion 
between the elongated tubular body and the 
radiopaque layer and to protect the layers from 
mishandling. 

2. The stent (10) of claim 1, wherein the elongated 
tubular body (1 1) is formed from a metallic material 
taken from the group of metallic materials including 
stainless steel, nickel-titanium, tantalum, and tita- 
nium. 

3. The stent (10) of claim 1 or claim 2. wherein the 
elongated tubular body (11) has a wall surface 
made up of a plurality of struts (15) each having a 



10. The stent (10) of claim 7, wherein the protective 
35 layer (20) is formed from the ceramic material taken 
form the group of ceramic materials including zirco- 
nium nitrite, graphite, pyrolytic carbon, "NEDOX" 
and titanium nitrite. 

40 11. The stent (10) of claim 1, wherein a second protec- 
tive coating covers the protective coating (20) to 
provide further protection against the electrochemi- 
cal reaction that causes galvanic corrosion. 

45 12- A method for protecting a stent from the electro- 
chemical reaction that causes galvanic corrosion, 
the method comprising: 

providing an elongated tubular body (1 1) being 

50 substantially radiolucent; 

applying a radiopaque layer (14) on at least a 
portion of the elongated tubular body, and 
applying a protective layer (20) on the elon- 
gated tubular body (11) and the radiopaque 

55 layer (14), the protective layer (20) covering all 

of the radiopaque layer and that portion of the 
elongated tubular body not covered by the radi- 
opaque layer. 
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13. The method of claim 12, wherein the method for 
applying the radiopaque layer (1 4) includes dipping, 
painting, electroplating, evaporation, plasma vapor 
deposition, cathodic arc deposition, sputtering, 
laser welding or fusion, resistance welding or ion 5 
implantation^ 

14. The method of claim 12 or claim 13, wherein the 
method for applying the protective layer (20) 
includes dipping, spraying, spin coating, plasma 10 
deposition, condensation, electrostatically, electro- 
chemically, electroplating, evaporation, plasma 
vapor deposition, cathodic arc deposition, sputter- 
ing, ion implantation, or use of a ftuddized bed. 

is 

15. A stent (10) for implanting in a body lumen, com- 
prising: 

an elongated tubular body (1 1) being substan- 
tially radiolucent; and 20 
a protective layer (20) covering the elongated 
tubulS body (11), the protective layer having 
radiopaque means for increasing visibility 
under fluoroscopy, the protective layer (20) also 
protecting against the electrochemical reaction 25 
leading to galvanic corrosion. 

16. The stent (10) of claim 15, wherein the protective 
layer (20) has a thickness in the range of .01 to 25 
microns. 30 

17. The stent (10) of claim 15, wherein the protective 
layer (20) is formed from a polymer, a metal or a 
ceramic material 

35 

18. The stent (10) of claim 17, wherein the radiopaque 
means includes loading the protective layer mate- 
rial with a radiopaque agent taken from the group of 
radiopaque agents including barium, titanium 
oxide, gold, or other metallic powders or particles. 40 

19. The stent of any of claims 15-18, wherein the pro- 
tective layer having radiopaque means for increas- 
ing visibHay under fluoroscopy is covered by a 
second protective layer. 45 

20. A stent (10) for implanting in a body lumen, com- 
prising: 

an elongated tubular body being substantially so 
radiolucent; 

a protective layer (20) covering the elongated 
tubular body; and 

a radiopaque layer (30) covering at least a por- 
tion of the protective layer so that the stent (10) ss 
is visible under fluoroscopic x-ray, the protec- 
tive layer (34) reducing the likelihood of gal- 
vanic corrosion between the radiopaque layer 



and the elongated tubular body. 

21. A stent (10) for implanting in a body lumen, com- 
prising: 

an elongated tubular body (1 1) being substan- 
tially radiolucent; 

a radiopaque layer (30) covering at least a por- 
tion of the elongated tubular body; and 
a protective layer (34) covering at least a por- 
tion of the elongated tubular body (11) to 
reduce the likelihood of galvanic corrosion 
between the elongated tubular body and the 
radiopaque layer and wherein the protective 
layer is biocompatible and blood compatible. 
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